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Description 

[0001] The invention provides a method of making 
single-wall carbon nanotubes by condensing carbon va- 
por at appropriate conditions around the "live end" of a s 
carbon nanotube, preferably a single-wail carbon nan- 
otube. A singie-wall carbon nanotube with a live end is 
formed by vaporizing carbon along with appropriate 
• amounts of a Group VII! transition metal or mixtures of 
two ormoreGroup VIII transition metals, maintaining the 10 
vapor at the proper annealing conditions and then col- 
lecting the soot and/or other material that condenses 
from the carbon/metal vapor. In one embodiment of the 
invention, direct laser vaporization of a composite rod 
formed from a mixture of graphite and one or more 
Group VIII transition metals produced single-wall car- 
bon nanotubes when the transltion-metal/graphlte va- 
por was briefly maintained in a heated tube. In another 
embodiment of the invention, the composite rod was va- 
porized by utilizing two different laser pulses spaced 
apart In time to provide a more uniform and effective va- 
porization of the composite rod. 
In a first aspect, therefore, the invention resides in a 
method of making single-wall carbon nanotubes which 
comprises: 

(a) making a vapor comprising carbon and one or 
more Group VIII transition metals by vaporizing a 
mixture of carbon and one or more Group Vlll tran- 
sition metals with a first laser pulse; 

(b) then condensing the vapor to form a single-wall 
carbon nanotube having a live end; 

(c) then supplying carbon vapor to the live end of 
the single-wall carbon nanotube while maintaining 
the live end of the single-wall carbon nanotube in 
an annealing zone. 

[0002] In a second aspect, the Invention resides In a 
method of making single-wall carbon nanotubes which 
comprises: 

vaporizing carbon and one or more Group Vlll tran- 
sition metals with a laser, transporting the vapor so 
formed through an annealing zone, condensing the 
vapor, and recovering single-wall carbon nano- 
tubes from the material that condenses from the va- 
por. 

[0003] A third aspect of the Invention lies In a method 
of making carbon nanotubes which comprises: 

(a) making a vapor comprising carbon by using a 
first laser pulse to ablate material from a target com- 
prising carbon and then using a second laser pulse 
timed to arrive at the target after the end of the first 
laser pulse and before the material ablated by the 
first laser pulse has dissipated and focused so that 
the energy from the second laser pulse is absorbed 



by the material ablated from the target by the first 

laser pulse to form a vapor; and 

(b) condensing the vapor to form carbon nanotubes. 

[0004] Another aspect of the Invention is a method of 
making single wall carbon nanotubes and/or ropes of 
such nanotubes which comprises supplying carbon va- 
por to a "live end 0 , disposed in an annealing zone, of a 
carbon nanotube, the "live end" being an end on which 
are located atoms of one or more Group Vlll transition 
metals. 

[0005] The invention further provides a rope of single- 
wall carbon nanotubes having 50 to 5000 singie-wall 
carbon nanotubes of which greater than 10% are (10, 
10) single-wall carbon nanotubes and a rope of single- 
wall carbon nanotubes wherein greater than 50% of the 
nanotubes are of the armchair form and the ropes are 
produced by using solar energy to vaporize the carbon 
that forms the single-wall carbon nanotubes. 
[0006] Additional aspects of the invention as well as 
preferred embodiments thereof are set forth in the 
claims. 

[0007] The Invention includes a method of making 
ropes of singie-wall carbon nanotubes. These ropes 
comprise about 100 to 500 single-wall carbon nano- 
tubes all roughly parallel to each other arranged in a two- 
dimensional ("2-0") triangular lattice having a lattice 
constant of about 1 7 Angstroms (A). Single-wall carbon 
nanotubes In a rope have a diameter of 13.8A ± 0.3A, 
or about 13. 8A± 0.2A, and are predominant over other 
possible sizes of single-wall carbon nanotubes, The in- 
vention comprises the methods of making single-wall 
carbon nanotubes and ropes of single-wall carbon nan- 
otubes disclosed herein, as well as the products and 
compositions produced by those processes. 
[0008] For example, a 1:1 atom mixture of cobalt and 
nickel was combined In an amount of 1 to 3% on an atom 
ratio with graphite (97 to 99 atom % carbon) and heated 
and pressed to form a composite rod. Portions of that 
transitlon-metal/graphite composite rod were vaporized 
with a laser Inside a tube maintained at a temperature 
of about 1000° to 1300° C. A flowing stream of argon 
gas was passed through the tube and the pressure in 
the tube maintained at about 500Torr. Material from one 
end of the graphite/transltion-metal composite rod was 
vaporized with a laser to form a vapor comprising car- 
bon, cobalt and nickel. The soot collected from that va- 
por produced single-wall carbon nanotubes In concen- 
trations much greater than observed before. About 50% 
or more of all of the carbon in the deposits of product 
collected downstream of the composite rod were single- 
wall carbon nanotubes present either as Individual na- 
notubes or as ropes of nanotubes. Other combinations 
of two or more Group VI II transition metals as well as 
any Group Vlll transition metal used singularly will pro- 
duce the single-wall carbon nanotubes In the method of 
this invention, at concentrations of 0.1 to 10 atom %. 
Preferably, one or more Group Vlll transition metais se- 
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lected from the group of ruthenium, cobalt, nickel and 
platinum are used. 

[0009] The Invention also includes an embodiment 
where carbon nanotubes having a live end, preferably 
single-wall carbon nanotubes, are caught and main- 
tained In the heated portion of the tube (annealing zone). 
A tungsten wire or mesh grid may be mounted in the 
tube downstream of the target to catch some of the car- 
bon nanotubes formed from vaporization of the target 
comprising carbon and one or more Group VI II transition 
metals. After the carbon nanotube having a live end is 
caught, the carbon vapor supplied to the live end of the 
carbon nanotube may be supplied by: (i) continued laser 
vaporization of the target comprising carbon and one or 
more Group Vll I transition metals; (ii) stopping laser va- 
porization of the target comprising carbon and one or 
more Group VIII transition metals and starting laser va- 
porization of a target comprising, consisting essentially 
of or consisting of carbon, (iii) stopping laser vaporiza- 
tion altogether and introducing carbon to the live end of 
the carbon nanotube from some other source. Step (lil) 
may be accomplished, for example, by adding graphite 
particles, fullerene particles, carbon vapor, carbon mon- 
oxide (CO), or hydrocarbons to the argon gas flowing 
past the live end of the carbon nanotube or by flowing 
CO or a hydrocarbon gas (without using an inert gas) 
past the live end of the carbon nanotube. In this embod- 
iment, after the carbon nanotubes having at least one 
live end are formed, the oven temperature (annealing 
zone temperature) may be reduced. The temperature 
range may be 400° to 1 500°C M most preferably 500° to 
700°C, Other features of the invention will be apparent 
from the following Description of the Several Views of 
the Drawings and Detailed Description of the Invention. 

DESCRIPTION OF THE SEVERAL VIEWS OF THE 
DRAWINGS 

[0010] Figure 1 Is a diagram of an apparatus for prac- 
ticing the invention. 

[0011] Figure 2A Is a medlum-magnlflcatlon transmis- 
sion electron microscope image of single-wall nano- 
tubes. 

[0012] Figure 2B is a high-magnification image of ad- 
jacent single-wall carbon nanotubes. 
[0013] Figure 2C is a high-magnlflcatlon image of ad- 
jacent single-wall carbon nanotubes. 
[0014] Figure 2D is a high-magnification image of ad- 
jacent single-wall carbon nanotubes. 
[0015] Figure 2E Is a high-magnification image of the 
cross-section of seven adjacent single-wall carbon na- 
notubes. 

[001 6] Figure 3 is a diagram of an apparatus for prac- 
ticing the invention utilizing two different laser pulses to 
vaporize the composite rod target. 



DETAILED DESCRIPTION OF THE INVENTION 

[0017] It Is known that fullerene tubes are produced 
in some circumstances along with the production of 

5 fuilerenes from vaporized carbon. Ebbesen et al. (Eb- 
besen I), "Large-Scale Synthesis Of Carbon Nano- 
tubes," Nature, Vol. 358, p. 220 (July 1 6, 1 992) and Eb- 
besen et al., (Ebbesen II), "Carbon Nanotubes," Annual 
Review of Materials Science, Vol, 24, p. 235 (1994). 

10 Such tubes are referred to herein as carbon nanotubes. 
Many of the carbon nanotubes examined early on had 
multiple walls, i.e., the carbon nanotubes resembled 
concentric cylinders having a small cylinder in the mid- 
dle immediately surrounded by a larger cylinder that In 

15 turn was immediately surrounded by an even larger cyl- 
inder. Each cylinder represented a "wall" of the carbon 
nanotube. In theory, there Is no limit to the number of 
walls possible on a carbon nanotube, and carbon nan- 
otubes having up to seven walls have been recognized 

20 in the prior art. Ebbesen il; iljlma et al., "Helical Micro- 
tubules Of Graphitic Carbon," Nature, Vol. 354, p. 56 
(November 7, 1991). 

[0018] Multi-wall carbon nanotubes have been dis- 
covered in carbon deposits on carbon electrodes that 

25 have been used in carbon arc methods of making fuiler- 
enes. Ebbesen I; Ebbesen II. It is also known that single- 
wall carbon nanotubes can be made by adding a specific 
metal or a mixture of specific metals to the carbon in one 
or both of the carbon electrodes used in a carbon arc 

30 apparatus for making fuilerenes. See lijima et al., "Sin- 
gle-Shell Carbon Nanotubes of 1 nm Diameter," Nature, 
Vol. 363, p. 603 (1 993); and Bethune et al., "Cobalt Cat- 
alyzed Growth of Carbon Nanotubes with Single Atomic 
Layer Walls," Nature, Vol. 363, p. 605 (1 993). The prior 

35 art recognized a method of making single-wall carbon 
nanotubes using a DC arc discharge apparatus previ- 
ously known to be useful In making fuilerenes described 
by U.S. Patent No. 5,227,038. Single-wall carbon nan- 
otubes were made using the DC arc discharge appara- 

40 tus by simultaneously evaporating carbon and a small 
percentage of Group VIII transition metal from the anode 
of the arc discharge apparatus. See lijima et al., "Single- 
Shell Carbon Nanotubes of 1 nm Diameter," Nature, Vol. 
363, p. 603 (1993); Bethune et a!., "Cobalt Catalyzed 

45 Growth of Carbon Nanotubes with Single Atomic Layer 
Walls," Nature, Vol. 63, p. 605 (1993); AJayan et al., 
"Growth Morphologies During Cobalt Catalyzed Single- 
Shell Carbon Nanotube Synthesis," Chem. Phys. Lett., 
Vol. 215, p. 509 (1993); Zhou et al., "Single-Walled Car- 

so bon Nanotubes Growing Radially From YC 2 Particles," 
Appl. Phys. Lett, Vol. 65, p. 1593 (1994); Seraphin et 
al., "Single-Walled Tubes and Encapsulation of Nanoc- 
rystals Into Carbon Clusters," Electrochem. Soc, Vol. 
142, p. 290 (1995); Saito et al., "Carbon Nanocapsules 

55 Encaging Metals and Carbides," J. Phys. Chem. Solids, 
Vol. 54, p. 1 849 (1 993); Salto et a!., "Extrusion of Single- 
Wall Carbon Nanotubes Via Formation of Small Parti- 
cles Condensed Near an Evaporation Source," Chem. 
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Phys. Lett., Vol. 236, p. 41 9 (1 995). It Is also known that 
mixtures of such metals can significantly enhance the 
yield of single-wall carbon nanotubes in the arc dis- 
charge apparatus. See Lambert et al., "Improving Con- 
ditions Toward Isolating Single-Shell Carbon Nano- s 
tubes," Chem. Phys. Lett., Vol. 226, p. 364 (1994). 
[0019] Single-wall carbon nanotubes of this Invention 
are much more likely to be free of defects than multi- 
wail carbon nanotubes. Defects in single-wall carbon 
nanotubes are less likely than defects in multi-walled 
carbon nanotubes because the latter can survive occa- 
sional defects, while the former have no neighboring 
walls to compensate for defects by forming bridges be- 
tween unsaturated carbon valances. Since single-wall 
carbon nanotubes will have fewer defects, they are 
stronger, more conductive, and therefore more useful 
than multi-wall carbon nanotubes of similar diameter. 
[0020] Carbon nanotubes, and In particularthe single- 
wall carbon nanotubes of this invention, are useful for 
making electrical connectors In micro devices such as 
Integrated circuits or In semiconductor chips used In 
computers because of the electrical conductivity and 
small size of the carbon nanotube. The carbon nano- 
tubes are useful as antennas at optical frequencies, and 
as probes for scanning probe microscopy such as are 
used In scanning tunneling microscopes (STM) and 
atomic force microscopes (AFM). The carbon nano- 
tubes are also useful as strengthening agents in any 
composite material that may be strengthened or com- 
bined with otherforms of carbon such as graphite or car- 
bon black. The carbon nanotubes may be used in place 
of or in conjunction with carbon black in tires for motor 
vehicles. The carbon nanotubes are useful in place of 
or in conjunction with graphite fibers in any application 
using graphite fibers including airplane wings and shafts 
for golf clubs and fishing rods. The carbon nanotubes 
may also be used in combination with moldable poly- 
mers that can be formed into shapes, sheets or films, 
as is well known In the polymer art, to strengthen the 
shape, sheet or film and/orto make electrically conduc- 
tive shapes, sheets or films. The carbon nanotubes are 
also useful as supports for catalysts used in Industrial 
and chemical processes such as hydrogenation, re- 
forming and cracking catalysts. 
[0021] • Ropes of single-wall carbon nanotubes made 
by this invention are metallic, I.e., they will conduct elec- 
trical charges with a relatively low resistance. Ropes are 
useful In any application where an electrical conductor 
Is needed, for example as an additive in electrically con- 
ductive points or in polymer coatings or as the probing 
tip of an STM or AFM. 

[0022] In defining carbon nanotubes, It Is helpful to 
use a recognized system of nomenclature. In this appli- 
cation, the carbon nanotube nomenclature described by 
M.S. Dresselhaus, G. Dresselhaus, and P. C. Eklund, 
Science of Fullerenes and Carbon Nanotubes, Chap. 
19, especially pp. 756-760, (1996), published by Aca- 
demic Press, 525 B Street, Suite 1900, San Diego, Cal- 



ifornia 92101-4495 or 6277 Sea Harbor Drive, Orlando, 
Florida 32877 (ISBN 0-12-221820-5), which Is hereby 
incorporated by reference, will be used. The dual laser 
pulse feature described herein produces an abundance 
of (10,10) single-wall carbon nanotubes. The (10, 10) 
tubes are known as "armchair" tubes. All armchair tubes 
are metallic. Other armchair tubes are denoted as (n, n) 
where n is an integer from 1 to Infinity, preferably 1 to 
1 000 more preferably 5 to 500. The (1 0,10), slngle-wali 
carbon nanotubes have an approximate tube diameter 
of 13.8 A± 6.3 A or 13.8 A± 0.2 A. 
[0023] The present invention provides a method for 
making single-wall carbon nanotubes In which a laser 
beam vaporizes material from a target comprising, con- 
sisting essentially of, or consisting of a mixture of carbon 
and one or more Group VHI transition metals. The vapor 
from the target forms carbon nanotubes that are pre- 
dominantly single-wall carbon nanotubes, and of those, 
the (10, 10) tube is predominant. The method also pro- 
duces significant amounts of single-wall carbon nano- 
tubes that are arranged as ropes, I.e., the single-wall 
carbon nanotubes run parallel to each other as shown 
by Figures 2A-2E. Again, the (10, 10) tube is the pre- 
dominant tube found in each rope. The laser vaporiza- 
tion method provides several advantages over the arc 
discharge method of making carbon nanotubes: laser 
vaporization allows much greater control over the con- 
ditions favoring growth of single-wall carbon nanotubes, 
the laser vaporization method permits continuous oper- 
ation, and the laser vaporization method produces sin- 
gle-wall carbon nanotubes In higher yield and of better 
quality. As described herein, the laser vaporization 
method may also be used to produce longer carbon na- 
notubes and longer ropes. 

[0024] Carbon nanotubes may have diameters rang- 
ing from about 1 nanometer (nm) for a single-wall car- 
bon nanotube up to 3 nm, 5 nm, 1 0 nm, 30 nm, 60 nm 
or 100 nm for single-wall or multi-wall carbon nano- 
tubes. The carbon nanotubes may range In length from 
50 nm up to 1 millimeter (mm), 1 centimeter (cm), 3 cm, 
5 cm, or greater. The yield of single-wall carbon nano- 
tubes in the product made by this invention is unusually 
high. Yields of single-wall carbon nanotubes greater 
than 1 0 wt%, greater than 30 wt% and greater than 50 
wt% of the material vaporized are possible with this in- 
vention. 

[0025] As will be described further, the one or more 
Group VIII transition metals catalyze the growth in 
length of a carbon nanotube and/or the ropes. The one 
ormore Group VIII transition metals also selectively pro- 
duce single-wall carbon nanotubes and ropes of single- 
wall carbon nanotubes in high yield. The mechanism by 
which the growth In the carbon nanotube and/or rope is 
accomplished Is not completely understood. However, 
It appears that the presence of the one or more Group 
Vill transition metals on the end of the carbon nanotube 
facilitates the addition of carbon from the carbon vapor 
to the solid structure that forms the carbon nanotube. 
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Applicants believe this mechanism is responsible for the 
high yield and selectivity of single-wall carbon nano- 
tubes and/or ropes in the product and will describe the 
Invention utilizing this mechanism as merely an expla- 
nation of the results of the invention. Even if the mech- 
anism Is proved partially or wholly Incorrect, the Inven- 
tion which achieves these results is still fully described 
herein. 

[0026] One aspect of the invention comprises a meth- 
od of making carbon nanotubes and/or ropes of carbon 
nanotubes which comprises supplying carbon vapor to 
the live end of a carbon nanotube while maintaining the 
live end of a carbon nanotube in an annealing zone. Car- 
bon can be vaporized in accordance with this invention 
by an apparatus in which a laser beam impinges on a 
target comprising carbon that Is maintained in a heated 
zone. A similar apparatus has been described in the lit- 
erature, for example, in U.S. Patent No. 5,300,203 
which is incorporated herein by reference, and in Chai, 
et a!., "Fullerenes with Metals Inside, 0 J. Phys. Chem. t 
vol. 95, no. 20, p. 7564(1991). 
[0027] Carbon nanotubes having at least one iive end 
are formed when the target also comprises a Group VIII 
transition metal or mixtures of two or more Group Vlll 
transition metals. In this application, the term "live end" 
of a carbon nanotube refers to the end of the carbon 
nanotube on which atoms of the one or more Group Vlll 
transition metals are located. One or both ends of the 
nanotube may be a live end. A carbon nanotube having 
a live end is Initially produced In the laser vaporization 
apparatus of this Invention by using a laser beam to va- 
porize material from a target comprising carbon and one 
or more Group Vlll transition metals and then Introduc- 
ing the carbon/Group Vlll transition metal vapor to an 
annealing zone. Optionally, a second laser beam is used 
to assist in vaporizing carbon from the target. A carbon 
nanotube having a live end will form In the annealing 
zone and then grow In length by the catalytic addition of 
carbon from the vapor to the live end of the carbon na- 
notube. Additional carbon vapor is then supplied to the 
live end of a carbon nanotube to Increase the length of 
the carbon nanotube. 

[0028] The carbon nanotube that is formed is not al- 
ways a single-wall carbon nanotube; It may be a multi- 
wall carbon nanotubes havingtwo, five, ten or any great- 
er number of walls (concentric carbon nanotubes). Pref- 
erably, though, the carbon nanotube is a single-wall car- 
bon nanotube and this invention provides a way of se- 
lectively producing (10, 10) single-wall carbon nano- 
tubes in greater and sometimes far greater abundance 
than multi-wall carbon nanotubes. 
[0029] The annealing zone where the live end of the 
carbon nanotube is initially formed should be main- 
tained at a temperature of 500° to 1500°C, more pref- 
erably 1000° to 1400°C. and most preferably 1100 to 
1300°C. In embodiments of this Invention where carbon 
nanotubes. having live ends are caught and maintained 
in an annealing zone and grown in length by further ad- 



dition of carbon (without the necessity of adding further 
Group Vlll transition metal vapor), the annealing zone 
may be cooler, 400° to 1500°C., preferably 400° to 
1200°C., most preferably 500° to 700°C. The pressure 
5 In the annealing zone should be maintained in the range 
of 50 to 2000 Tom , more preferably 1 00 to 800 Torr. and 
most preferably 300 to 600 Torr. The atmosphere In the 
annealing zone will comprise carbon. Normally, the at- 
mosphere In the annealing zone will also comprise a gas 
that sweeps the carbon vapor through the annealing 
zone to a collection zone. Any gas that does not prevent 
the formation of carbon nanotubes will work as the 
sweep gas, but preferably the sweep gas is an inert gas 
such as helium, neon, argon, krypton, xenon, radon, or 
mixtures of two or more of these. Helium and Argon are 
most preferred. The use of a flowing inert gas provides 
the ability to control temperature, and more importantly, 
provides the ability to transport carbon to the live end of 
the carbon nanotube. In some embodiments of the in- 
vention, when other materials are being vaporized along 
with carbon, for example one or more Group Vlll transi- 
tion metals, those compounds and vapors of those com- 
pounds will also be present In the atmosphere of the an- 
nealing zone. If a pure metal is used, the resulting vapor 
will comprise the metal. If a metal oxide is used, the re- 
sulting vapor will comprise the metal and ions or mole- 
cules of oxygen. 

[0030] It is important to avoid the presence of too 
many materials that kill or significantly decrease the cat- 
alytic activity of the one or more Group Vlll transition 
metals at the live end of the carbon nanotube. It Is known 
that the presence of too much water (H 2 0) and/or oxy- 
gen (0 2 ) will kill or significantly decrease the catalytic 
activity of the one or more Group Vlll transition metals. 
Therefore, water and oxygen are preferably excluded 
from the atmosphere in the annealing zone. Ordinarily, 
the use of a sweep gas having less than 5 wt%, more 
preferably less than 1 wt% water and oxygen will be suf- 
ficient. Most preferably the water and oxygen will be less 
than 0.1 wt%. 

[0031] Preferably, the formation of the carbon nano- 
tube having a live end and the subsequent addition of 
carbon vapor to the carbon nanotube are all accom- 
plished in the same apparatus. Preferably, the appara- 
tus comprises a laser that is aimed at a target compris- 
ing carbon and one or more Group Vlll transition metals, 
and the target and the annealing zone are maintained 
at the appropriate temperature, for example by main- 
taining the annealing zone in an oven. A laserbeam may 
be aimed to impinge on a target comprising carbon and 
one or more Group Vlll transition metals where the tar- 
get is mounted inside a quartz tube that is In turn main- 
tained within a furnace maintained at the appropriate 
temperature. As noted above, the oven temperature is 
most preferably within the range of 1100° to 1300°C. 
The tube need not necessarily be a quartz tube; it may 
be made from any material that can withstand the tem- 
peratures (1000° to 1500°C). Alumina or tungsten 
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couid be used to make the tube in addition to quartz. 
[0032] Improved results are obtained where a second 
laser Is also aimed at the target and both lasers are 
timed to deliver pulses of laser energy at separate times. 
For example, the first laser may deliver a pulse intense 
enough to vaporize material from the surface of the tar- 
get. Typically, the pulse from the first laser will last about 
10 nanoseconds (ns). After the first puise has stopped, 
a pulse from a second laser hits the target or the carbon 
vapor or plasma created by the first pulse to provide 
more uniform and continued vaporization of material 
from the surface of the target. The second laser pulse 
may be the same Intensity as the first pulse, or less In- 
tense, but the pulse from the second laser is typically 
more intense than the pulse from the first laser, and typ- 
ically delayed about 20 to 60 ns, more preferably 40 to 
55 ns, after the end of the first pulse. . 
[0033] Examples of a typical specification for the first 
and second lasers are given in Examples 1 and 3 re- 
spectively. As a rough guide, the first laser may vary in 
wavelength from 11 to 0.1 micrometers, In energy from 
0.05 to 1 Joule and in repetition frequency from 0,01 to 
1 000 Hertz (Hz). The duration of the first laser pulse may 
vary from 10-" 13 to 10- 6 seconds (s). The second laser 
may vary in wavelength from 11 to 0.1 micrometers, in 
energy from 0.05 to 1 Joule and in repetition frequency 
from 0.01 to 1 000 Hertz (Hz). The duration of the second 
laser pulse may vary from 1 0" 13 s to 1 0 -6 s. The begin- 
ning of the second laser pulse should be separated from 
end of the first laser pulse by about 1 0 to 100 ns. If the 
laser supplying the second pulse is an ultraviolet (UV) 
laser (an Excimer laser for example) , the time delay can 
be longer, up to 1 to 10 milliseconds. But if the second 
pulse is from a visible or infrared (IR) laser, then the ad- 
sorption Is preferably Into the electrons In the plasma 
created by the first pulse. In this case, the optimum time 
delay between pulses Is about 20 to 60 ns, more pref- 
erably 40 to 55 ns and most preferably 40 to 50 ns. 
These ranges on the first and second lasers are for 
beams focused to a spot on the target composite rod of 
about 0.3 to 1 0 mm diameter. The time delay between 
the first and second laser pulses Is accomplished by 
computer control that is known in the art of utilizing 
pulsed lasers. Applicants have used a CAM AC crate 
from LeCroy Research Systems, 700 Chestnut Ridge 
Road, Chestnut Ridge, New York 10977-6499 along 
with a timing pulse generator from Kinetics Systems 
Corporation, 11 Maryknoll Drive, Lockport, IL 60441 and 
a nanopulser from LeCroy Research Systems. Multiple 
first lasers and multiple second lasers may be needed 
for scale up to larger targets or more powerful lasers 
may be used. The main feature of multiple lasers Is that 
the first laser should evenly ablate material from the tar- 
get surface into a vapor or plasma and the second laser 
should deposit enough energy Into the ablated material 
In the vapor or plasma plume made by the first pulse to 
Insure that the material is vaporized into atoms or small 
molecules (less than ten carbon atoms per molecule). 



rf the second laser pulse arrives too soon after the first 
pulse, the plasma created by the first pulse may be so 
dense that the second laser pulse is reflected by the 
plasma. If the second laser pulse arrives too late after 
5 the first pulse, the plasma and/or ablated material cre- 
ated by the first laser pulse will strike the surface of the 
target. But If the second laser pulse is timed to arrive 
just after the plasma and/or ablated material has been 
formed, as described herein, then the plasma and/or ab- 
lated material will absorb energy from the second laser 
pulse. Also, It should be noted that the sequence of a 
first laser pulse followed by a second laser pulse will be 
repeated at the same repetition frequency as the first 
and second laser pulses, I.e., 0.01 to 1000 Hz. 
[0034] In addition to lasers described In the Exam- 
ples/other examples of lasers useful In this, invention 
include an XeF (365 nm wavelength) laser, an XeCI (308 
nm wavelength) laser, a KrF (248 nm wavelength) laser 
or an ArF (193 nm wavelength) laser. 
[0035] Optionally but preferably a sweep gas is intro- 
duced to the tube upstream of the target and flows past 
the target carrying vapor from the target downstream. 
The quartz tube should be maintained at conditions so 
that the carbon vapor and the one or more Group Vlll 
transition metals will form carbon nanotubes at a point 
downstream of the carbon target but still within the heat- 
ed portion of the quartz tube. Collection of the carbon 
nanotubes that form In the annealing zone may be fa- 
cilitated by maintaining a cooled collector in the internal 
portion of the far downstream end of the quartz tube. 
For example, carbon nanotubes may be collected on a 
water cooled metal structure mounted in the center of 
the quartz tube. The carbon nanotubes will collect where 
the conditions are appropriate, preferably on the water 
cooled collector. 

[0036] Any Group Vlll transition metal may be used 
as the one or more Group Vlll transition metals in this 
invention. Group Vlll transition metals are Iron (Fe), co- 
balt (Co), nickel (Nl), ruthenium (Ru), rhodium (Rh), pal- 
ladium (Pd), osmium (Os), Iridium (Ir) and platinum (Pt). 
Preferably, the one or more Group Vlll transition metals 
are selected from the group consisting of Iron, cobalt, 
ruthenium, nickel and platinum. Most preferably, mix- 
tures of cobalt and nickel or mixtures of cobalt and plat- 
inum are used. The one or more Group Vill transition 
metals useful in this invention may be used as pure met- 
al, oxides of metals, carbides of metals, nitrate salts of 
metals, or other compounds containing the Group Vlll 
transition metal. Preferably, the one or more Group Vlll 
transition metals are used as pure metals, oxides of met- 
als, or nitrate salts of metals. The amount of the one or 
more Group Vlll transition metals that should be com- 
bined with carbon to facilitate production of carbon na- 
notubes having a live end, Is from 0.1 to 10 atom per 
cent, more preferably 0.5 to 5 atom per cent and most 
preferably 0.5 to 1 .5 atom per cent. In this application, 
atom per cent means the percentage of specified atoms 
in relation to the total number of atoms present. For ex- 
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ample, a 1 atom % mixture of nickel and carbon means 
that of the total number of atoms of nickel plus carbon, 
1% are nickel (and the other 99% are carbon). When 
mixtures of two or more Group VIII transition metals are 
used, each metal should be 1 to 99 atom % of the metal s 
mix, preferably 10 to 90 atom % of the metal mix and 
most preferably 20 to 80 atom % of the metal mix. When 
two Group Vlll transition metals are used, each metal is 
most preferably 30 to 70 atom % of the metal mix. When 
three Group Vlll transition metals are used, each metal io 
is most preferably 20 to 40 atom % of the metal mix. 
[0037] The one or more Group Vlll transition metals 
should be combined with carbon to form a target for va- 
porization by a laser as described herein . The remainder 
of the target should be carbon and may Include carbon 
in the graphitic form, carbon inthefullerene form, carbon 
In the diamond form, or carbon In compound form such 
as polymers or hydrocarbons, or mixtures of two or more 
of these. Most preferably, the carbon used to make the 
target Is graphite. 

[0038] Carbon Is mixed with the one or more Group 
Vlll transition metals In the ratios specified and then, in 
the laser vaporization method, combined to form a tar- 
get that comprises the carbon and the one or more 
Group Vlll transition metals. The target may be made 
by uniformly mixing carbon and the one or more Group 
Vlll transition metals with carbon cement at room tem- 
perature and then placing the mixture In a mold. The 
mixture in the mold is then compressed and heated to 
about 1 30°C. for about 4 or 5 hours while the epoxy resin 
of the carbon cement cures. The compression pressure 
used should be sufficient to compress the mixture of 
graphite, one or more Group Vlll transition metals and 
. carbon cement into a molded form that does not have 
voids so that the molded form will maintain structural In- 
tegrity. The molded form Is then carbonized by slowly 
heating It to a temperature of 810°C. for about 8 hours 
under an atmosphere of flowing argon. The molded and 
carbonized targets are then heated to about 1200°C. 
underflowing argon for about 12 hours priorto their use 
as a target to generate a vapor comprising carbon and 
the one or more Group Vlll transition metals. 
[0039] The Invention may be further understood by 
reference to Figure 1 which is a cross-section view of 
laser vaporization in an oven. A target 1 0 is positioned 
within tube 1 2. The target 1 0 will comprise carbon and 
may comprise one or more Group Vlll transition metals. 
Tube 1 2 is positioned in oven 1 4 which comprises insu- 
lation 16 and heating element zone 18. Corresponding 
portions of oven 14 are represented by insulation 16* 
and heating element zone 18'. Tube 12 is positioned in 
oven 14 so that target 10 is within heating element zone 
18. 

[0040] Figure 1 also shows water cooled collector 20 
mounted inside tube 12 at the downstream end 24 of 
tube 12. An Inert gas such as argon or helium may be 
introduced to the upstream end 22 of tube 12 so that 
flow is from the upstream end 22 of tube 1 2 to the down- 



stream end 24. A laser beam 26 is produced by a laser 
(not shown) focused on target 10. In operation, oven 14 
Is heated to the desired temperature, preferably 1100° 
to 1300°C, usually about 1200°C. Argon Is introduced 
to the upstream end 22 as a sweep gas. The argon may 
optionally be preheated to a desired temperature, which 
should be about the same as the temperature of oven 
14. Laser beam 26 strikes target 10 vaporizing material 
In target 10. Vapor from target 10 Is carried toward the 
downstream end 24 by the flowing argon stream. If the 
target is comprised solely of carbon, the vapor formed 
will be a carbon vapor. If one or more Group Vlll transi- 
tion metals are included as part of the target, the vapor 
will comprise carbon and one or more Group Vlll tran- 
sition metals. 

[0041] The heat from the oven and the flowing argon 
maintain a certain zone within the inside of the tube as 
an annealing zone. The volume within tube 12 in the 
section marked 28 in Figure 1 is the annealing zone 
wherein carbon vapor begins to condense and then ac- 
tually condenses to form carbon nanotubes. The water 
cooled collector 20 may be maintained at a temperature 
of 700°C. or lower, preferably 600°C. or lower on the 
surface to collect carbon nanotubes that were formed in 
the annealing zone. 

[0042] In one embodiment of the invention, carbon 
nanotubes having a live end can be caught or mounted 
on atungsten wire in the annealing zone portion of tube 
12. In this embodiment, it Is not necessary to continue 
to produce a vapor having one or more Group Vlll tran- 
sition metals. In this case, target 10 may be switched to 
a target that comprises carbon but not any Group VIM 
transition metal, and carbon will be added to the live end 
of the carbon nanotube. 

[0043] In another embodiment of the Invention, when 
the target comprises one or more Group Vlll transition 
metals, the vapor formed by laser beam 26 will comprise 
carbon and the one or more Group Vlll transition metals. 
That vapor will form carbon nanotubes In the annealing 
zone that will then be deposited on water cooled collec- 
tor 20, preferably at tip 30 of water cooled collector 20. 
The presence of one or more Group Vlll transition met- 
als in the vapor along with carbon in the vapor prefer- 
entially forms carbon nanotubes instead of fullerenes, 
although some fullerenes and graphite will usually be 
formed as well, in the annealing zone, carbon from the 
vapor Is selectively added to the live end of the carbon 
nanotubes due to the catalytic effect of the one or more 
Group Vlll transition metals present at the live end of 
the carbon nanotubes. 

[0044] Figure 3 shows an optional embodiment of the 
invention that can be used to make longer carbon nan- 
otubes wherein a tungsten wire 32 Is stretched across 
the diameter of tube 1 2 downstream of target 1 0 but still 
within the annealing zone. After laser beam pulses hit 
the target 1 0 forming a carbon/Group Vlll transition met- 
al vapor, carbon nanotubes having live ends will form in 
the vapor. Some of those carbon nanotubes will be 
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caught on the tungsten wire and the live end will be 
aimed toward the downstream end 24 of tube 1 2. Addi- 
tional carbon vapor will make the carbon nanotube grow. 
Carbon nanotubes as iong as the annealing zone of the 
apparatus can be made In this embodiment. In this em- 
bodiment, it is possible to switch to an all carbon target 
after Initial formation of the carbon nanotubes having a 
live end, because the vapor need, only contain carbon 
at that point. 

[0045] Figure 3 also shows part of second laser beam 
34 as It impacts on target 1 0. In practice, laser beam 26 
and second laser beam 34 would be aimed at the same 
surface of target 1 0, but they would impact that surface 
at different times as described herein. 
[0046] It is also possible to stop the laser or lasers 
altogether. Once the single-wall carbon nanotube hav- 
ing a live end Is formed, the live end will catalyze growth 
of the single-wall carbon nanotube at lower tempera- 
tures and with other carbon sources. The carbon source 
can be switched to fullerenes, that can be transported 
to the live end by the flowing sweep gas. The carbon 
source can be graphite particles carried to the live end 
by the sweep gas. The carbon source can be a hydro- 
carbon that is carried to the live end by a sweep gas or 
a hydrocarbon gas or mixture of hydrocarbon gasses 
introduced to tube 12 to flow past the live end. Hydro- 
carbons useful include methane, ethane, propane, bu- 
tane, ethylene, propylene, benzene, toluene or any oth- 
er paraffinic, olefinic, cyclic or aromatic hydrocarbon, or 
any other hydrocarbon. 

[0047] The annealing zone temperature In this em- 
bodiment can be lower than the annealing zone temper- 
atures necessary to initially form the single-wall carbon 
nanotube having a live end. Annealing zone tempera- 
tures can be in the range of 400° to 1 500°C., preferably 
400 to 1200°C., most preferably 500° to 700°C. The 
lowertemperatures are workable because the Group VI- 
II transition metal(s) catalyze the addition of carbon to 
the nanotube at these lowertemperatures. 
[0048] The Invention may also be understood by ref- 
erence to the following examples. 

EXAMPLE 1 

[0049] The oven laser-vaporlzatlon apparatus de- 
scribed in Figure 1 and also described by Haufler et al., 
"Carbon Arc Generation of C 60l n Mat Res. Soc. Symp. 
Proc, Vol. 206, p. 627 (1991) and by U.S. Patent No. 
5,300,203 was utilized. An Nd:YAG laser was used to 
produce a scanning laser beam controlled by a motor- 
driven total reflector that was focused to a 6 to 7 mm 
diameter spot onto a metal-graphite composite target 
mounted In a quartz tube. The laser beam scans across 
the target's surface under computer control to maintain 
a smooth, uniform face on the target. The laser was set 
to deliver a 0.532 micron wavelength pulsed beam at 
300 mllllJoules per pulse. The pulse rate was 10 hertz 
and the pulse duration was 10 nanoseconds (ns). 



[0050] The target was supported by graphite poles in 
a 1-lnch quartz tube Initially evacuated to 1 0 m Torr. and 
then filled with 500 Torr. argon, flowing at 50 standard 
cubic centimeters per second (seem). Given the diam- 
s eter of the quartz tube, this volumetric flow results in a 
linear flow velocity through the quartz tube In the range 
of 0.5 to 1 0 cm/sec. The quartz tube was mounted In a 
high-temperature furnace with a maximum temperature 
setting of 1200°C. The high-temperature furnace used 
was a Lindberg furnace 12 Inches long and was main- 
tained at approximately 1 000° to 1 200°C. for the several 
experiments in Example 1 . The laservaporlzed material 
from the target and that vaporized material was swept 
by the flowing argon gas from the area of the target 
where It was vaporized and subsequently deposited on- 
to a water-cooled collector, made from copper, that was 
positioned downstream just outside the furnace. 
[0051] Targets were uniformly mixed composite rods 
made by the following three-step procedure: (i) the 
paste produced from mixing high-purity metals or metal 
oxides at the ratios given below with graphite powder 
supplied by Carbone of America and carbon cement 
supplied by Dylon at room temperature was placed In a 
0.5 Inch diameter cylindrical moid, (li) the mold contain- 
ing the paste was placed In a hydraulic press equipped 
with heating plates, supplied by Carvey, and baked at 
130°C. for 4 to 5 hours under constant pressure, and 
(ill) the baked rod (formed from the cylindrical mold) was 
then cured at 810°C. for 8 hours under an atmosphere 
of flowing argon. For each test, fresh targets were heat- 
ed at 1200°C. under flowing argon for varying lengths 
of time, typically 12 hours, and subsequent runs with the 
same targets proceeded after 2 additional hours heating 
at 1200°C. 

[0052] The following metal concentrations were used 
In this example: cobalt (1 .0 atom per cent), copper (0.6 
atom per cent), niobium (0.6 atom percent), nickel (0.6 
atom percent), platinum (0.2 atom percent), a mixture 
of cobalt and nickel (0.6 atom percent/0.6 atom percent 
respectively), a mixture of cobalt and platinum (0.6 atom 
per cent/0.2 atom per cent respectively), a mixture of 
cobalt and copper (0.6 atom per cent/0.5 atom per cent 
respectively), and a mixture of nickel and platinum (0.6 
atom per cent/0.2 atom per cent respectively). The re- 
mainder of the mixture was primarily graphite along with 
small amounts of carbon cement. Each target was va- 
porized with a laser beam and the soots collected from 
the water cooled collector were then collected separate- 
ly and processed by sonicating the soot for 1 hour In a 
solution of methanol at room temperature and pressure 
(other useful solvents include acetone, 1 ,2-dichoIor- 
oethane, 1-bromo, 1 ,2-dlchloroethane, and N,N- 
dlmethylformamlde). With one exception, the products 
collected produced a homogeneous suspension after 
30 to 60 minutes of sonication in methanol. One sample 
vaporized from a mixture of cobalt, nickel and graphite 
was a rubbery deposit having a small portion that did 
not fully disperse even after 2 hours of sonication in 
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methanol. The soots were then examined using a trans- 
mission electron microscope with a beam energy of 1 00 
keV (Model JEOL2010). 

[0053] Rods (0.5 inch diameter) havingthe Group VIII 
transition metal or mixture of two Group VIII transition s 
metals described above were evaluated in the experi- 
mental apparatus to determine the yield and quality of 
single-wall carbon nanotubes produced. No multi-wall 
carbon nanotubes were observed In the reaction prod- 
ucts. Yields always Increased with increasing oven tern- 10 
perature up to the limit of the oven used (1200°C,). At 
1200°C. oven temperature, of the single metals utilized 
In the example, nickel produced the greatest yield of sin- 
gle-wall carbon nanotubes followed by cobalt. Platinum 
yielded a small number of single-wall carbon nanotubes is 
and no single-wall carbon nanotubes were observed 
when carbon was combined only with copper or only 
with niobium. With respect to the mixtures of two Group 
VIII transition metal catalysts with graphite, the cobalt/ 
nickel mixture and the cobalt/platinum mixtures were 20 
both approximately equivalent and both were the best 
overall catalysts in terms of producing yields of single- 
wall carbon nanotubes. The yield of single-wall carbon 
nanotubes for both of these two metal mixtures were 1 0 
to 100 times the yield observed when only one Group 25 
VIII transition metal was used. The mixture of nickel and 
platinum with graphite also had a higher yield of single- 
wall carbon nanotubes than a single metal alone. The 
cobalt/copper mixture with graphite produced a small 
quantity of single-wall carbon nanotubes. 30 
[0054] The cobalt/nickel mixture with graphite and the 
cobalt/platinum mixture with graphite both produced de- 
posits on the water cooled collector that resembled a 
sheet of rubbery material, The deposits were removed 
Intact The cobalt/platinum mixture produced single-wall 35 
carbon nanotubes in a yield estimated at 15 weight per 
cent of all of the carbon vaporized from the target The 
cobalt/nickel mixture produced single-wall carbon nan- 
otubes at yields of over 50 wt% of the amount of carbon 
vaporized. 40 
[0055] The images shown in Figures 2A through 2E 
are transmission electron micrographs of single-wall 
carbon nanotubes produced by vaporizing a target com- 
prising graphite and a mixture of cobalt and nickel (0.6 
atom per cent/0.6 atom per cent respectively) at an oven 45 
temperature of 1200°C. Figure 2A shows a medium- 
magnification view (where the scale bar represents 1 00 
mm) showing that almost everywhere, bundles of sin- 
gle-wall carbon nanotubes are tangled together with 
other single-wall carbon nanotubes. Figure 2B is a high- so 
magnification image of one bundle of multiple single- 
wall carbon nanotubes that are all roughly parallel to 
each other. The single-wall carbon nanotubes all have 
a diameter of about 1 nm, with similar spacing between 
adjacent single-wall carbon nanotubes. The single-wall 55 
carbon nanotubes adhere to one another by van der 
Waals forces. 

[0056] Figure 2C shows several overlapping bundles 
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of single-wall carbon nanotubes, again showing the 
generally parallel nature of each single-wall nanotube 
with other single-wall carbon nanotubes In the same 
bundle, and showing the overlapping and bending na- 
ture oif the various bundles of single-wall carbon nano- 
tubes, Figure 2D shows several different bundles of sin- 
gle-wall carbon nanotubes, all of which are bent at var- 
ious angles or arcs. One of the bends In the bundles is 
relatively sharp, illustrating the strength and flexibility of 
the bundle of single-wall carbon nanotubes. Figure 2E 
shows a cross-sectional view of a bundle of 7 single- 
wall carbon nanotubes, each running roughly parallel to 
the others. All of the transmission electron micrographs 
in Figures 2A through 2E clearly Illustrate the lack of 
amorphous carbon overcoating that is typically seen In 
carbon nanotubes and single-wall carbon nanotubes 
grown In arc-discharge methods. The images in Figures 
2A through 2E also reveal that the vast majority of the 
deposit comprises single-wall carbon nanotubes. The 
yield of single-wall carbon nanotubes Is estimated to be 
about 50% of the carbon vaporized. The remaining 50% 
consists primarily of fullerenes, multi-layer fullerenes 
(fullerene onions) and/or amorphous carbon. 
[0057] Figures 2A through 2E show transmission 
electron microscope images of the products of the co- 
balt/nickel catalyzed carbon nanotube material that was 
deposited on the water cooled collector in the laser va- 
porization apparatus depicted In Figure 1 . Single-wall 
carbon nanotubes were typically found grouped in bun- 
dles in which many tubes ran together roughly parallel 
in van der Waals contact over most of their length. The 
grouping resembled an "highway" structure in which the 
bundles of single-wall carbon nanotubes randomly 
criss-crossed each other. The Images shown in Figures 
2A through 2E make It likely that a very high density of 
single-wall carbon nanotubes existed in the gas phase 
in order to produce so many tubes aligned as shown 
when landing on the cold water cooled collector. There 
also appeared to be very little other carbon available to 
coat the single-wall carbon nanotubes prior to their land- 
ing on the water cooled collector in the alignment shown. 
Evidence that single-wall carbon nanotubes grow in the 
gas phase, as opposed to for example on the walls of 
the quartz tube, was provided in earlier work on multi- 
walled carbon nanotubes using the same method. See 
Guo et al., "Self-Assembly of Tubular Fullerenes," J. 
Phys. Chem., Vol. 99, p. 10694 (1995) and Saito et al., 
"Extrusion of Single-Wall Carbon Nanotubes via Forma- 
tion of Small Particles Condensed Near An Evaporation 
Source," Chem. Phys. Lett., Vol. 236, p. 41 9 (1 995). The 
high yield of single-wall carbon nanotubes In these ex- 
periments is especially remarkable because the soluble 
fullerene yield was found to be about 1 0 weight per cent, 
and much of the remaining carbon in the soot product 
consisted of giant fullerenes and multi-layer fullerenes. 



10 



17 



EP 0 854 839 B1 



18 



EXAMPLE 2 

[0058] In this example, a laser vaporization apparatus 
similar to that described by Figure 1 was used to pro- 
duce iongerslngle-wall carbon nanotubes. The laserva- s 
porlzation apparatus was modified to Include atungsten 
wire strung across the diameter of a quartz tube mount- 
ed in an oven. The tungsten wire was placed down- 
stream of the target so that the wire was 1 to 3 cm down- 
stream from the downstream side of the target (1 3 to 1 5 
cm downstream from the surface of the target being va- 
porized). Argon at 500 Torn was passed through the 
quartz tube at a flow rate equivalent to a linear velocity 
in the quartz tube of about 1 cm/sec. The oven was 
maintained at 1200°C. and Group VIII transition metals 
were combined at 1 to 3 atom% with carbon to make the 
target. 

[0059] The pulsed laser was operated as in Example 
1 for 10 to 20 minutes. Eventually, a tear drop shaped 
deposit formed on the tungsten wire, with portions grow- 
ing to lengths of 3 to 5 mm. The deposit resembled eye- 
lashes growing on the tungsten wire. Examination of the 
deposit revealed bundles of millions of single-wall car- 
bon nanotubes. 

EXAMPLE 3 

/ [0060] Graphite rods were prepared as described In 
Example 1 using graphite, graphite cement and 1.2 at- 
om % of a mixture of 50 atom % cobalt powder and 50 
atom % nickel powder. The graphite rods were pressed 
into shape and then formed into targets as described In 
Example 1 . The graphite rods were then installed as tar- 
gets In an apparatus as diagramed In Figure 3, except 
tungsten wire 32 was not used, A quartz tube holding 
the graphite rod targets was placed in an oven heated 
to 1200° C. Argon gas which had been catalytically pu- 
rified to remove water vapor and oxygen was passed 
through the quartz tube at a pressure of about 500 Torr 
and a flow rate of about 50 seem although flow rates in 
the range of about 1 to 500 seem (standard cubic cen- 
timeters per minute), preferably 1 0 to 1 00 seem are also 
useful for a 1 inch diameter flow tube. The first laser was 
set to deliver a 0.532 micron wavelength pulsed beam 
at 250 mJ per pulse. The pulse rate was 10 Hz and the 
pulse duration was 5 to 10 ns. A second laser pulse 
struck the target 50 ns after the end of the first pulse. 
The second laser was set to deliver a 1.064 micron 
wavelength pulsed beam at 300 m J per pulse. The pulse 
rate was 10 Hz and the pulse duration was 5 to 1 0 ns. 
The first laser was focused to a 5 mm diameter spot on 
the target and the second laser was focused to a 7 mm 
diameter gausslan spot having the same center point 
on the target as the spot from the first laser. About 1 /1 0th 
of a second after the second laser hit the target, the first 
and second lasers fired again and this process was re- 
peated until the vaporization step was stopped. 
[0061] About 30 mg/hr of the raw product from the la- 



ser vaporization of the target surface was collected 
downstream. The raw product comprised a mat of ran- 
domly oriented single-wall carbon nanotubes. The raw 
product mat is made up almost entirely of carbon fibers 
10-20 nm in diameter and 10 to 1000 microns long. 
[0062] About 2 mg of the raw product mat was soni- 
cated In 5 ml methanol for about 0.5 hour at room tem- 
perature. Transmission Electron Microscope (TEM) 
analysis of the sonicated product proved that the prod- 
uct was comprised mostly of ropes of single-wall carbon 
nanotubes, l.e!, bundles of 1 0to 1 000 single-wall carbon 
nanotubes aligned with each other (except for occasion- 
al branching) having a reasonably constant rope diam- 
eter over the entire length of the rope. The ropes were 
more than 100 microns long and consisting of uniform 
diameter single-wall carbon nanotubes. About 70 to 90 
wt% of the product is In the form of ropes. The Individual 
single-wall carbon nanotubes In the ropes all terminate 
within 100 nm of each other at the end of the rope. More 
than 99% of the single-wall carbon nanotubes appear 
to be continuous and free from carbon lattice defects 
over ail of the length of each rope. 
[0063] This invention includes the ropes of single-wall 
carbon nanotubes described herein, particularly In the 
Examples. Measurements show that the single-wall car- 
bon nanotubes In the ropes have a diameter of 1 3.8A± 
0.2A. A (10, 10) single-wall carbon nanotube has a cal- 
culated diameter of about 13.6A, and the measure- 
ments on the single-wall carbon nanotubes In the ropes 
proves they are predominantly the (10, 10) tube. The 
number of single-wall carbon nanotubes In each rope 
may vary from about 5 to 5000, preferably about 10 to 
1 000, or 50 to 1 000, and most preferably about 1 00 to 
500, The diameters of the ropes range from about 20 to 
200A, more preferably about 50 to 200A. The (10, 10) 
single-wail carbon nanotube predominates the tubes in 
the ropes made by this Invention. Ropes having greater 
than 10%, greater than 30%, greater than 50%, greater 
than 75%, and even greater than 90% (10, 10) single- 
wall carbon nanotubes have been produced. Ropes 
having greater than 50% greater than 75% and greater 
than 90% armchair (n, n) single-wall carbon nanotubes 
are also made by and are a part of this invention. The 
single-wall carbon nanotubes in each rope are arranged 
to form a rope having a 2-D triangular lattice having a 
lattice constant of about 1 7A. Ropes of 0. 1 up to 1 0, 1 00 
or 1 ,000 microns in length are made by the invention. 
The resistivity of a rope made In accordance with this 
Invention was measured to be 0.34 to 1 .0 micro ohms 
per meter at 27° C. proving that the ropes are metallic. 
[0064] The invention also produces a "felt" of the 
ropes described above. The product material is collect- 
ed as a tangled collection of ropes stuck together In a 
mat referred to herein as a "felt." The felt material col- 
lected from the Inventive process has enough strength 
to withstand handling, and It has been measured to be 
electrically conductive. Felts of 1 0 mm 2 , 1 00 mm 2 , 1 000 
mm 2 or greater, are formed in the inventive process. 
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[0065] One advantage of the single-wall carbon nan- 
otubes produced with the laser vaporization in an oven 
method Is their cleanliness. Typical discharge arc-pro- 
duced single-wall carbon nanotubes are covered with a 
thick layer of amorphous carbon, perhaps limiting their 
usefulness compared to the clean bundles of single-wall 
carbon nanotubes produced by the laser vaporization 
method. Other advantages and features of the invention 
are apparent from the disclosure. The invention may al- 
so be understood by reference to Guo et a!., "Catalytic 
Growth Of Single-Walled Nanotubes By Laser Vapori- 
zation," Chem. Phys. Lett., Vol. 243, pp. 49-54 (1995) 
and the provisional patent applications referenced at the 
beginning of this disclosure. 

[0066] The advantages achieved by the dual pulsed 
lasers insure that the carbon and metal go through the 
optimum annealing conditions. The dual laser pulse 
process achieves this by using time to separate the ab- 
lation from the further and full vaporization of the ablated 
material. These same optimum conditions can be 
achieved by using solar energy to vaporize carbon and 
metals as described in U.S. application Serial No. 
08/483, 045 filed June 7, 1995 which is Incorporated 
herein by reference. Combining any of the Group VIII 
transition metals in place of the metals disclosed in the 
08/483,045 application will produce the single-wall car- 
bon nanotubes and the ropes of this Invention. 



Claims 

1. A method of making single-wall carbon nanotubes 
which comprises: 

(a) making a vapor comprising carbon and one 
or more Group VIII transition metals by vapor- 
izing a mixture of carbon and one or more 
Group VIII transition metals with a first laser 
pulse; 

(b) then condensing the vapor to form a single- 
wall carbon nanotube having a live end; 

(c) then supplying carbon vapor to the live end 
of the single-wall carbon nanotube while main- 
taining the live end of the single-wall carbon na- 
notube In an annealing zone. 

2. A method in accordance with claim 1 wherein the 
one or more Group VIII transition metals are select- 
ed from the group consisting of cobalt, ruthenium, 
nickel and platinum. 

3. A method In accordance with claim 1 or claim 2 
wherein the annealing zone is maintained at a tem- 
perature of 1000° to 1400°C and pressure of 100 
to 800 Torr. 

4. A method in accordance with any of claims 1 to 3 
wherein the annealing zone atmosphere: 



(I) comprises carbon and a gas selected from 
the group of argon, neon, helium, carbon mon- 
oxide, and mixtures thereof; or 
(ii) consists essentially of carbon, one or more 
5 transition metals selected from the group con- 

sisting of Iron, cobalt, ruthenium, nickel and 
platinum and a gas selected from the group of 
argon, neon, helium, carbon monoxide, and 
mixtures thereof. 

10 

5. A method In accordance with any of claims 1 to 4 
wherein the step of making a vapor comprising car- 
bon and one or more Group VIII transition metals 
further comprises a second laser pulse timed to ar- 
ts rive after the finish of the first pulse and before the 
vapor made by the first laser pulse has dissipated 
and focused so that the energy from the second la- 
ser pulse is absorbed by the vapor. 

2d 6. A method of making single-wall carbon nanotubes 
which comprises: 

vaporizing carbon and one or more Group VIII 
transition metals with a laser, transporting the 
25 vapor so formed through an annealing zone, 

condensing the vapor, and recovering single- 
wall carbon nanotubes from the material that 
condenses from the vapor. 

so 7. A method in accordance with claim 6 wherein the 
one or more Group VIII transition metals are select- 
ed from the group consisting of iron, cobalt, ruthe- 
nium, nickel and platinum. 

35 8. A method in accordance with claim 6 or claim 7 
wherein the carbon and one or more Group VIII 
transition metals are mixed together to form a target 
that is struck by a laser beam to produce the vapor. 

40 9. A method In accordance with claim 8 wherein the 
carbon target Is maintained in an annealing zone. 

10. A method in accordance with claim 9 wherein the 
annealing zone further includes the feature(s) of 

45 one or more of claims 3, 4(i) and 4(H). 

1 1 . A method of making carbon nanotubes which com- 
prises: 

so (a) making a vapor comprising carbon by using 

a first laser pulse to ablate material from a tar- 
get comprising carbon and then using a second 
laser pulse timed to arrive at the target afterthe 
end of the first laser pulse and before the ma- 
ss terial ablated by the first laser pulse has dissi- 
pated and focused so that the energy from the 
second laser pulse Is absorbed by the material 
ablated from the target by the first laser pulse 
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to form a vapor; and 

(b) condensing the vapor to form carbon nano- 
tubes. 

12. A method In accordance with claim 11 wherein the 
second laser pulse arrives at the target within a de- 
lay of from 

(I) about 20 nanoseconds (ns) to about 60 ns 
after the end of the first laser pulse; or 

(II) about 40 ns to about 50 ns after the end of 
the first laser pulse. 

13. A method in accordance with claim 11 or claim 12 
wherein the target further comprises 

(I) one or more Group VIII transition metals; or 

(II) one or more of iron, cobalt, ruthenium, nick- 
. el, and platinum. 

1 4. A method in accordance with any of claims 1 1 to 1 3 
wherein the vapor is condensed to form single-wall 
carbon nanotubes having a live end. 

15. A method in accordance with claim 14 which further 
comprises maintaining the live end of the single- 
wall carbon nanotube in an annealing zone and 
supplying carbon vapor to the live end of the single- 
wall carbon nanotube. 

16. A method In accordance with claim 15 wherein the 
target comprises 0.1 to 1 0 atom percent of the one 
or more Group VIII transition metals. 

17. A method In accordance with claim 15 or claim 16 
wherein the annealing zone further includes the fea- 
ture^) of one or more of claims 3, 4(i) and 4(H). 

18. A method of making single wall carbon nanotubes 
and/or ropes of such nanotubes which comprises 
supplying carbon vapor to a "live end", disposed In 
an annealing zone, of a carbon nanotube, the "live 
end" being an end on which are located atoms of 
one or more Group VIII transition metals. 

19. A method In accordance with claim 18 wherein the 
one or more Group VIII transition metals are as de- 
fined In claim 2 and/or the annealing zone is as de- 
fined In claim 3. 

20. A method in accordance with claim 18 or claim 19 
. wherein the annealing zone atmosphere Is as de- 
fined in claim 4. 

21 . A method of any of claims 1 to 20 which further com- 
prises sonicating the resultant nanotubes. 

22. A method of any of claims 1 to 21 which further com- 



prises using the nanotubes as an electrical connec- 
tor In a micro device (e.g Integrated circuit or sem- 
iconductor chip), as an antenna at optical frequen- 
cies, as a probe for scanning probe microscopy, as 
5 a strengthening agent in a composite material, in 
conjunction with or In place of carbon black in tires 
for motor vehicles, In place of or in conjunction with 
graphite fibers in an application using graphite fib- 
ers, in combination with a moldable polymer, or as 
10 a support for a catalyst 

23. A single-wall carbon nanotube product made in ac- 
cordance with any of the methods of claims 11 to 22. 

is 24. A rope of single-wall carbon nanotubes having 50 
to 5000 single-wali carbon nanotubes of which, 
greaterthan 1 0% are (1 0, 1 0) single-wall carbon na- 
notubes. 

20 25. A rope of single-wall carbon nanotubes in accord- 
ance with claim 24 wherein. 

(I) more than 50% are (10, 10) single-wall car- 
bon nanotubes; or 
25 (||) more than 90% are (10,10) single-wall car- 

bon nanotubes. 

26. A rope of single-wall carbon nanotubes in accord- 
ance with claim 24 or claim 25 which further com- 

30 prises one or more of the following features: 

(i) the average diameter of all single-wall car- 
bon nanotubes In the rope is 13.8 A ± 0.3 A; 

(ii) the average diameter of all single-wall car- 
35 bon nanotubes in the rope is 13.8A± 0.2 A; 

(ill) the 2-D triangular lattice constant is 1 lk\ 

(iv) the rope comprises 1 00 to 500 single-wall 
carbon nanotubes; 

(v) greater than 50% of the nanotubes are of 
40 the armchair form; 

(vi) greaterthan 75% of the nanotubes are of 
the armchair form; 

(vil) greater than 90% of the nanotubes are of 
the armchair form; 
45 . (vlli) the nanotubes are generally parallel to 

each other. 

27. A rope of single-wali carbon nanotubes wherein 
greaterthan 50% of the nanotubes are of the arm- 
so chair form and the ropes are produced by using so- 
lar energy to vaporize the carbon that forms the sin- 
gle-wall carbon nanotubes. 

28. A felt of ropes of single-wall carbon nanotubes in 
55 accordance with any of claims 24 to 27. 

29. A carbon product comprising from about 70 to about 
90 wt% single-wall carbon nanotube ropes in ac- 
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cordance with any of claims 24 to 27. 

30. A rope of any of claims 24 to 27, a felt of claim 28 
or a product of claim 29 when applied in a use re- 
ferred to in claim 22. 



PatentansprUche 

1. Verfahren zur Herstelluhg einwandiger Kohlen- 
stoff- Nan orohren, welches umfaBt: 

(a) Erzeugen elnes Dampfes, der Kohlenstoff 
und ein Oder mehrere Obergangsmetall(e) der 
Gruppe VI II. umfaBt, indem man eine Mischung 
aus Kohlenstoff und elnem oder mehreren 
Ubergangsmetall(en) der Gruppe VIII mit ei- 
nem ersten Laserimpuls verdampft; 

(b) danach den Dampf kondensiert, urn eine 
einwandlge Kohlenstoff-Nanorohre mit einem 
lebenden Ende (live end) zu bilden; . 

(c) danach Kohlenstoff dampf auf das lebende 
Ende (live end) der einwandigen Kohien- 
stoff-Nanorohre aufbringt, wahrend man das 
lebende Ende der einwandigen Kohien- 
stoff-Nanorohre in einer Gluhzone halt. 

2. Verfahren gemaB Anspruch 1 , worin das eine oder 
die mehreren Obergangsmetall(e) der Gruppe VIII 
gewahlt ist/sind aus der Gruppe, die besteht aus 

. Cobalt, Ruthenium, Nickel und Platln. 

3. Verfahren gemaB Anspruch 1 oder Anspruch 2, 
worin die Gluhzone bel einer Temperatur von 
1 .000° C bis 1 .400° C und elnem Druck von 1 00 bis 
800 Torr gehalten wird. 

4. Verfahren gemaB einem der Anspruche 1 bis 3, 
worin die GIQhzonen-Atmosphare 

(I) Kohlenstoff und ein Gas umfaBt, das gewahlt 
1st aus der Gruppe, die besteht aus Argon, Ne- 
on, Helium, Kohlenmonoxid und Mischungen 
daraus; oder 

(li) im wesentllchen besteht aus Kohlenstoff, ei- 
nem oder mehreren ObergangsmetalKen), 
ausgewahlt aus der Gruppe, die besteht aus Ei- 
sen, Cobalt, Ruthenium, Nickel und Platln, und 
einem Gas, ausgewahlt aus der Gruppe, die 
besteht aus Argon, Neon, Helium, Kohlenmon- 
oxid und Mischungen daraus. 

5. Verfahren gemaB einem der Anspruche 1 bis 4, 
worin der Schritt der Erzeugung elnes Dampfes, der 
Kohlenstoff und ein oder mehrere Ubergangsmetall 
(e) der Gruppe VIII umfaBt, dartiber hinaus elnen 
zweiten Laserimpuls umfaBt, der zeltlich so gesteu- 
ert ist, daB er nach dem Ende des ersten Impulses 



und vor dem Zeltpunkt, zu dem der Dampf, der 
durch den ersten Laserimpuls erzeugt wird, slch . 
zerstreuthatundsofokussiertwIrd.daBdieEnergle 
des zweiten Laserimpulses durch den Dampf ab- 
s sorbiert wird. 

6. Verfahren zur Herstellung von einwandigen Koh- 
lenstoff-Nanorohren, welches umfaBt: 

10 Verdampfen von Kohlenstoff und von elnem 

oder mehreren Obergangsmetall(en) der Grup- 
pe VIII mit einem Laser, Transportieren des so 
geblldeten Dampfes durch eine Gluhzone, 
Kondensleren des Dampfes und Gewlnnen der 

15 einwandigen Kohlenstoff-Nanorohren aus dem 

Material, das aus dem Dampf kondensiert. 

7. Verfahren gemaB Anspruch 6, worin das eine oder 
die mehreren Obergangsmetall(e) der Gruppe VIII 

20 gewahlt ist/sind aus der Gruppe, die besteht aus El- 
sen, Kobalt, Ruthenium, Nickel und Platln. 

8. Verfahren gemaB Anspruch 6 oder Anspruch 7, 
worin der Kohlenstoff und das eine oder die mehre- 

25 ren Ubergangsmetall(e) unter Bildung eines Tar- 
gets zusammengemischt werden, das mit einem 
Laserstrahl bestrahlt wird, urn den Dampf herzu- 
stellen. 

30 9. Verfahren gemaB Anspruch 8, worin das Kohlen- 
stoff-Target In einer Gluhzone gehalten wird. 

10. Verfahren gemaB Anspruch 9, worin die Gluhzone 
darGber hinaus das Merkmal/die Merkmale gemaB 

35 einem oder mehreren der Anspruche 3, 4 (I) und 4 
(ii) einschlleBt. 

1 1 . Verfahren zurHerstellung von Kohlenstoff-Nanoroh- 
ren, welches umfaBt: 

40 

(a) Erzeugen eines Dampfes, der Kohlenstoff 
umfaBt, Indem man einen ersten Laserimpuls 
verwendet, urn Material aus einem Target, das 
Kohlenstoff umfaBt, abzutragen, und danach 

45 elnen zweiten Laserimpuls verwendet, der zelt- 

lich so gesteuert 1st, daB er nach dem Ende des 
ersten Laserimpulses und vor dem Zeitpunkt, 
zu dem sich das durch den ersten Laserimpuls 
abgetragene Material zerstreut hat, das Target 

so errelcht,undsofokussiertwird,daBdieEnergle 
des zweiten Laserimpulses absorblert wird 
durch das Material, das aus dem Target durch 
den ersten Laserimpuls abgetragen wurde, urn . 
einen Dampf zu bilden; und 

55 (b) Kondensleren des Dampfes unter Bildung 

von Kohlenstoff-Nanor6hren. 

12. Verfahren gemaB Anspruch 1 1 , worin derzweite La- 
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serlmpuls auf dem Target ankommt mlt elner Ver- 
zogerung von 

(I) etwa 20 Nanosekunden (ns) bis etwa 60 ns 
. nach dem Ende des ersten Laserimpulses; 

Oder 

(II) etwa 40 ns bis etwa 50 ns nach dem Ende 
des ersten Laserimpulses. 

13. Verfahren gemfiB Anspruch 11 oder Anspruch 12, 
worin das Target daruber hinaus umfaBt: 

(I) eln oder mehrere Ubergangsmetall(e) der 
Gruppe VIII; oder 

(II) elnes oder mehrere der Elemente Eisen, 
Cobalt, Ruthenium, Nickel und Platin. 

14. Verfahren gemaB elnem der AnsprOche 11 bis 13, 
worin der Dampf unter Biidung einwandlger Kohlen- 
stoff-Nanor6hren mit elnem lebenden Ende kon- 
denslert wird. 

15. Verfahren gemaB Anspruch 14, welches daruber 
hinaus umfaBt, daB man das lebende Ende der ein- 
wandlgen Kohlenstoff-Nanorohre in einer Gluhzone 
halt und Kohlenstoff-Dampf auf das lebende Ende 
der einwandlgen Kohlenstoff-Nanor6hre aufbringt. 

16. Verfahren gemaB Anspruch 15, worin das Target 
0 ( 1 bis 1 0 Atom-% eines oder mehrerer Obergangs- 
metalls/Ubergangsmetalle der Gruppe VIII umfaBt. 

17. Verfahren gemaB Anspruch 15 oder Anspruch 16, 
worin die Gluhzone daruber hinaus das Merkmal/ 
die Merkmale eines oder mehrerer der Anspruche 
3, 4 (i) und 4 (II) einschlleBt. 

1B. Verfahren zur Herstellung einwandlger Kohlen- 
stoff-Nano r6hren und/oder Strange solcher Nano- 
rohren, welches umfaBt: Aufbringen eines Kohlen- 
stoffdampfes auf eln lebendes Ende elner Kohlen- 
stoff-Nanorohre, das In elner Gluhzone gehalten 
wird, wobei das lebende Ende ein Ende 1st, an dem 
sich Atome eines oder mehrerer Ubergangsmetalls/ 
Ubergangsmetalle der Gruppe Vlli beflnden. 

19. Verfahren gemaB Anspruch 1 8, worin das eine oder 
die mehreren Ubergangsmetall(e) der Gruppe VIII 
dasjenlge/diejenigen Ist/sind, wle in Anspruch 2 de- 
finiert, und/oder die Gluhzone diejenige ist, wie sie 
in Anspruch 3 definiert ist. 

20. Verfahren gemaB Anspruch 18 oder Anspruch 19, 
worin die Glflhzonen-Atmosphare diejenige ist, wie 
sie In Anspruch 4 definiert ist. 

21. Verfahren gemaB einem der Anspruche 1 bis 20, 
welches welter umfaBt, daB die resultierenden 



Nanorohren mlt Schall beaufschlagt werden. 

22. Verfahren gemfiB nach einem der Anspruche 1 bis 
21 . welches welter umfaBt: Verwendung der Nano- 

5 rohren als elektrisches Verblndungsstuck in elner 
Mikrovorrlchtung (z.B. elner integrlerten Schaltung 
oder einem Halblelterchlp), als Antenne bel optk 
schen Frequenzen, als MeBfiihler fur die Raster- 
Abtast-Mlkroskopie, als Verstfirkungsmlttel in el- 

io nem Verbundmaterlal, In Verbindung mlt oder an- 
stelle von RuB in Relfen von Kraftfahrzeugen, an- 
stelle von oder In Verbindung mit Graphitfasern In 
elner Anwendung unter Verwendung von Graphit- 
fasern, in Kombination mlt einem formbaren Poly- 

15 mer oder als Trager fur einen Katalysator. 

23. EinwandigesKohlenstoff-Nanordhren-Produkt, das 
hergestellt wurde In Ubereinstlmmung mlt elnem 
der Verfahren der Anspruche 11 bis 22. 

20 

24. Strang von einwandlgen Kohlenstoff-Nano rohren 
mit 50 bis 5.000 einwandlgen Kohlenstoff-Nanoroh- 
ren, von denen mehrals 10 % (10, 10)-Einwand- 
Kohlenstoff-Nanorohren slnd. 

25 

25. Strang von einwandigen Kohlenstoff-Nano rohren, 
gemfiB Anspruch 24, worin 

(I) mehr als 50 % (10, 10)-Einwand-Kohlen- 
30 stoff-Nanorohren sind; oder 

(II) mehr als 90 % (10, 10)-Einwand-Kohlen- 
stoff-Nanorohren sind. 

26. Strang von einwandlgen Kohlenstoff-Nanorohren 
35 gemfiB Anspruch 24 oder Anspruch 25, welcher 

welter eines odermehrere derfolgenden Merkmale 
umfaBt: 

(I) der mlttlere Durchmesser aller einwandlgen 
Kohlenstoff-Nanorohren in dem Strang ist 13,8 
A±0 t 3A; 

(il) der mlttlere Durchmesser aller einwandigen 
Kohlenstoff-Nanorohren in dem Strang ist 13,8 
A±0,2A; 

(Hi) die 2-D-Dreiecks-Gitterkonstante ist 17 A; 

(iv) der Strang umfaBt 100 bis 500 elnwandige 
Kohlenstoff-Nanorohren; 

(v) mehr als 50 % der Nanorohren weisen die 
Sesselform auf; 

(vi) mehr als 75 % der Nanorohren weisen die 
Sesselform auf; 

(vll) mehr als 90 % der Nanor6hren weisen die 
Sesselform auf; 

(viii) die Nanorohren sind allgemein parallel zu 
elnander. 

27. Strang von einwandigen Kohlenstoff-Nanorohren, 
worin mehr als 50 % der Nanorohren die Sessel- 
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form aufweisen und die Strange hergestellt wurden 
unter Verwendung von Solarenergie, urn den Koh- 
lenstoff zu verdampfen, der die elnwandigen Koh- 
lenstoff-Nanordhren bildet. 

28. Filz von Strfingen aus einwandigen Kohlen- 
stoff-Nanorfihren gemfiB einem der Anspruche 24 
bis 27. 

29. Kohlenstoffprodukt, welches etwa 70 bis 90 Gew.- 
% elnwandige Kohlenstoff-Nanorohren-Strange 
gemaB einem der Anspruche 24 bis 27 umfaBt. 

30. Strang gem§B einem der Anspruche 24 bis 27, Fllz 
gemaB Anspruch 28 Oder Produkt gemaB Anspruch 
29, zur Verwendung, wie dies in Anspruch 22 an- 
gegeben 1st. 



Revendicatlons 

1 . Un precede de fabrication de nanotubes de carbo- 
ne k paroi unique qui comprend : 

(a) la generation d'une vapeur comprenant du 
carbone et un ou plusieurs metaux de transition 
du Groupe VIII en vaporisant un melange de 
carbone et un ou plusieurs metaux de transition 
du Groupe VIII avec une premiere impulsion la- 
ser; 

(b) ensulte la condensation de la vapeur pour 
former un nanotube k paroi unique presentant 
une extremite libre ; 

(c) ensulte foumir de la vapeur de carbone k 
I'extremlte libre du nanotube de carbone k parol 
unique tout en maintenant I'extremite libre du 
nanotube de carbone k paroi unique dans une 
zone de recuisson. 

2. Un procede selon la revendication 1 , dans lequel 
un ou plusieurs metaux de transition du Groupe VIII 
sont choisis dans le groupe constltue du cobalt, du 
ruth6nlulm, du nickel ou du platine. 

3. Un procede selon la revendication 1 ou ia revendi- 
cation 2, dans lequel la zone de recuisson estmain- 
tenue k une temperature comprise entre 1000 et 
1400 °C et k une pression allant de 1 00 k 800 Tom 

4. Un procede selon Tune quelconque des revendica- 
tions 1 k 3, dans lequel Tatmosphere de la zone de 
recuisson : 



d'un ou de plusieurs metaux de transition choi- 
sis dans le groupe constltue du fer, du cobalt, 
du ruthenium, du nickel et du platine et un gaz 
cholsi dans le groupe de I'argon, du neon, de 
5 PhSlium, du monoxyde de carbone et des me- 

langes de ceux-cl. 

5. Un proced6 selon Tune quelconque des revendica- 
tlons 1 k 4, dans lequel I'etape de generation d'une 

10 vapeur comprenant du carbone et un ou plusieurs 
metaux de transition du Groupe VIII comprend en 
outre une deuxleme impulsion laser synchronisee 
pour arriver apres la fin de ia premiere impulsion et 
avant que la vapeur generee par la premiere impul- 

15 sion laser ne se soit dissipee et focalisee de sorte 
que I'energie provenant de ia deuxleme impulsion 
laser soit absorbee par la vapeur. 

6. Un procede de fabrication de nanotubes de carbo- 
20 ne k paroi unique qui comprend : 

la vaporisation de carbone et d'un ou plusieurs 
metaux de transition du Groupe VIII avec un la- 
ser, le transport de la vapeur alnslformee &tra- 
25 vers une zone de cuisson, la condensation de 

ia vapeur, et le recouvrement des nanotubes de 
carbone k paroi unique du materiau qui se con- 
dense a partir de la vapeur. 

30 7. Un procede selon la revendication 6, dans lequel 
les un ou plusieurs metaux de transition du Groupe 
VIII sont choisis du groupe constltue du fer, du co- 
balt, du ruthenium, du nickel et du platine. 

35 8. Un procede selon la revendication 6 ou la revendi- 
cation 7, dans lequel le carbone et un ou plusieurs 
metaux de transition du Groupe VIII sont melanges 
ensemble pour former une clble qui est f rappee par 
un falsceau laser pour produire de la vapeur. 

40 

9. Un procede selon la revendication 8, dans lequel la 
clble de carbone est malntenue dans une zone de 
cuisson. 

*5 10. Un procede selon la revendication 9, dans lequel la 
zone de cuisson comprend en outre une ou plu- 
sieurs caracteristiques parmi les caracteristiques 
des revendicatlons 3, 4(i) et 4(H). 

so 11. Un procede de fabrication de nanotubes de carbo- 
ne qui comprend : 

(a) fa generation d'une vapeur comprenant du 
carbone en utilisant une premiere impulsion la- 
ser pour retlrer du mat6rlau d'une clble compre- 
nant du carbone et ensulte I'utillsation d'une 
deuxleme impulsion laser synchronisee pour 
arriver sur la cible apres la fin de la premiere 



comprend du carbone et un gaz cholsi dans le 
groupe de I'argon, du neon, de Pheiium, du mo- 55 
noxyde de carbone et des melanges de ceux- 
cl ; ou 

est constitute essentiellement de carbone, 
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impulsion laser et avant que le materiau retire 
par la premiere Impulsion laser ne se sort dls- 
slp6 et focalisee de sorte que Penergle de la 
deuxieme impulsion laser solt absorbee par le 
materiau retire de la clble par la premiere im- 
pulsion laser pour former de la vapeur; et . 
(b) la condensation de la vapeur pour former 
des nanotubes de carbone. 

12. Un procede selon la revendication 11, dans lequel 
la deuxieme impulsion laser arrive sur la cible avec 
un retard allant de : 

(I) environ 20 nanosecondes (ns) jusqu'a envi- 
ron 60 ns apres la fin de la premiere impulsion 
laser ; ou 

(il) environ 40 ns jusqu'a environ 50 ns apres 
ia fin de la premiere impulsion laser. 

13. Un procede selon la revendication 11 ou la reven- 
dication 12, dans lequel ia clble comprend en outre : 

(I) un ou plusieurs metaux de transition du 
Groupe VIII ; ou 

(ii) un ou plusieurs materiaux parml le fer, le co- 
balt, le ruthenium, le nickel et le platine. 

14. Un procede selon Tune quelconque des revendica- 
tions 11 a 13 dans lequel la vapeur est condensee 
pour former des nanotubes de carbone a parol uni- 
que presentant une extremlte llbre. 

15. Un procede selon la revendication 14, qui com- 
prend en outre le maintien de I'extremite llbre du 
nanotube de carbone a parol unlque - dans une zone 
de cuisson et la foumlture de vapeur de carbone a 
Pextremlte libre du nanotube de carbone a parol uni- 
que. 

16. Un procede selon la revendication 15, dans lequel 
la cible comprend 0,1 a 10 % en moles d'un ou de 
plusieurs metaux de transition du Groupe VIII. 

17. Un procede selon la revendication 15 ou la reven- 
dication 16, dans lequel la zone de cuisson com- 
prend en outre la ou les caracteristiques d'une ou 
plusieurs des revendications 3 t 4(l) et 4(H). . 

18. Un procede de fabrication de nanotubes de carbo- 
ne a parol unique et/ou de tresses de tels nanotu- 
bes qui comprend la foumlture de vapeur de carbo- 
ne a Textremlte llbre", disposes dans une zone de 
cuisson, d'un nanotube de carbone, Textremlte ll- 
bre" etant une extremlte sur laquelle sontsitues des 
atomes d'un ou de plusieurs metaux de transition 
du Groupe VIII. 

19. Un procede selon ia revendication 18, dans lequel 



le ou les metaux de transition du Groupe VIII sont 
tels que definls dans la revendication 2 ou la zone 
de cuisson est telle que deflnie a la revendication 3. 

5 20. Un precede selon la revendication 18 ou la reven- 
dication 1 9, dans lequel I'atmosphere de la zone de 
cuisson est telle que dSfinle a la revendication 4. 

21. Un procede selon Tune quelconque des revendlca- 
10 tions 1 a 20, qui comprend en outre le traltement 

acoustique des nanotubes resultants. 

22. Un procede selon i'une quelconque des revendica- 
tions 1 a 21 qui comprend en outre ('utilisation de 

is nanotubes comme connecteur electrique dans un 
dispositif microscopique (par exemple un circuit in- 
tegre ou une puce semiconductrlce), comme une 
antenne a frequence optique, comme une sonde 
pour la mlcroscopie a sonde de balayage, comme 

20 agent de renfort dans un materiau composite, en 
conjonctlon avec ou a la place de nolr de carbone 
dans des pneus pourvehlcules motorises, a la pla- 
ce de ou en conjonctlon avec des fibres de graphite 
dans une application utlllsant des fibres de graphite, 

25 en combinalson avec un poiymere moulable, ou en 
tant que support pour un catalyseur. 

23. Un prodult nanotube en carbone a parol unique rea- 
lise selon Tun quelconque des procedes des reven- 

30 dications 11 a 22. 

24. Une tresse de nanotubes de carbone a paroi unique 
presentant 50 a 5000 nanotubes de carbone a paroi 
unique dont plus de 10 % sont des nanotubes de 

35 carbone a parol unique (1 0, 1 0). 

25. Une tresse de nanotubes de carbone a parol unique 
selon la revendication 24, dans laquelle : 

40 (i) plus de 50 % sont des nanotubes de carbone 

a parol unique (10, 10); ou 
(II) plus de 90 % sont des nanotubes de carbo-. 
ne a paroi unique (10, 10). 

45 26. Une tresse de nanotubes de carbone a parol unique 
selon la revendication 24 ou la revendication 25 qui 
comprend en outre une ou plusieurs des caracte- 
ristiques suivantes : 

so (j) le diametre moyen de tous les nanotubes de 

carbone a paroi unique dans la tresse est de 
13,8 A ±0,3 A; 

(II) le diametre moyen de tous les nanotubes de 
carbone a paroi unique dans la tresse est de 
55 13,8 A± 0,2 A; 

(Hi) la constante de reseau trlanguiaire en 2 D 
est de 17 A ; 

(iv) la tresse comprend 100 a 500 nanotubes 
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de carbone a paroi unique ; 

(v) plus de 50 % des nanotubes sont du type 
faufeull ; 

(vi) plus de 75 % des nanotubes sont du type 
fauteuil ; 5 
(vil) plus de 90 % des nanotubes sont du type 
fauteuil ; 

(vill) les nanotubes sont globalement paralleles . 
les uns aux autres. 

10 

27. Une tresse de nanotubes de carbone a parol unique 
dans laquelle plus de 50 % des nanotubes sont du 
type fauteuil et les tresses sont produltes en utill- 
sant de T6nergle solalre pour vaporiser le carbone 
leque! forme les nanotubes de carbone a paroi uni- « 
que. 

28. Un feutre de tresse de nanotubes de carbone a pa- 
roi unique selon I'une quelconque des revendica- 
tlons24a27. 2 ? 

29. Un produit en carbone comprenant d'environ 70 a 
environ 90 % en poids de tresses de nanotubes de 
carbone a parol unique selon I'une quelconque des 
revendlcations 24 a 27. 25 

30. Une tresse selon I'une quelconque des revendlca- 
tions 24 a 27, un feutre selon la reyendication 28 
ou un produit selon la revendication 29 lorsqu'lls 
sont appliques dans une utilisation selon la reven- so 
dicatlon 22. 



35 
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